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This paper is a Petition to Expunge material from the case listed above. The material to be 
expunged is identified below. The material should be expunged from any and all of (a) the 
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the OED to be a violation of MPEP 608.01 (r). 
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In paragraph [0418] of the specification of the published application (no. US2004/0226099), 
please expunge the following language: 

"The elongation at break value was mysteriously omitted from Table I of the "334 patent and 
other Chen patents. However, reference to Table I of Chen's first two issued patents (the '284 
and '213 patents) sets the percent elongation of Chen's 4:1 material at about 1700. Applicant 
suspects that Chen omitted this data in later patent applications because it was either 



inaccurate or Chen's improved materials failed to exhibit improved properties over his earlier 



REMARKS 

The undersigned submitted the above-identified case to the Office. Presently the undersigned 
is NOT counsel of record in the case and does NOT represent the owner of the case. 
However, the undersigned has been requested by the OED to pursue removal of the material in 
order to bring the case into compliance with MPEP 608.01 (r). Accordingly, the undersigned 
respectfully petitions the Office to expunge the identified material. 

Prompt consideration of this petition is respectfully requested. 
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3:1 Average High Value 

Percent Elongation 1555 1620 

PSI at Failure 404 492 



[0417] A consideration of both Example 2, a material 
having a 5:1 oil to elastomer ratio, and Example 3, a material 
having a 3:1 oil to elastomer ratio, indicates that a material 
with a 4:1 oil to elastomer ratio would compare very 
favorably to the gel disclosed in U.S. Pat. No. 5,508,334, 
which issued in the name of John Y. Chen. According to 
Table I in the '334 patent, Chen's 4:1 KRATON® G-1651- 
containing material had a breaking strength (i.e., tensile 
strength) value of 4x106 dyne/cm2, which translates to only 
about 58 psi. 

[0418] The elongation at break value was mysteriously 
omitted from Table I of the '334 patent and other Chen 
patents. However, reference to Table I of Chen's first two 
issued patents (the '284 and '213 patents) sets the percent 
elongation of Chen's 4:1 material at about 1700. Applicant 
suspects that Chen omitted this data in later patent applica- 
tions because it was either inaccurate or Chen's improved 
materials failed to exhibit improved properties over his 
earlier materials. 

[0419] In comparison, the percent elongation of a 4:1 
example elastomeric gel material for use in the cushions 
would be at least about 1800, exceeding the elongation of 
Chen's 4:1 material-by about 100% or more. Similarly, the 
tensile strength of a 4:1 material example for use in the 
cushions hereof would be at least about 350 psi, and 
probably in the 370 to 375 psi range. Thus, a example 
elastomenc gel cushioning medium for use in the cushions 
with an oil to elastomer ratio of about 4:1 would be about six 
times a strong as Chen's most example 4:1 gel. 

[0420] The following Examples 4 through 11 have been 
included to demonstrate the usefulness of various plasticiz- 
ing oils in the example elastomeric gel material. 

Example 4 

[0421] The material of Example 4 included eight parts of 
a plasticizer mixture to one part SEPTON 4055. The eight 
parts plasticizer mixture included about 5.3 parts REGAL- 
REZ© 1018 and about 2.8 parts DUOPRIME(g) 90 mineral 
oil. 



8:1 


Average 


High Value 


Percent Elongation 


2480 


2520 


PSI at Failure 


187 


195 



Example 5 

[0422] The material of Example 5 included eight parts of 
EDELEX® 27 oil to one part SEPTON 4055. EDELEX© 27 
has an aromatic content of about 1%, which would be 
expected to slightly decrease the tensile strength of the 
material. 



8:1 Average High Value 

Percent Elongation 2105 2150 

PSI at Failure 144 154 

Percent oil bleed 0.34 



Example 6 

[0423] The material of Example 6 included eight parts of 
DUOPRIMEO 55 mineral oil to one part SEPTON 4055. 



8:1 Average 


High Value 


Percent Elongation 1940 
PSI at Failure 280 
Percent oil bleed 0.29 


2055 
298 


Example 7 




[0424] The material of Example 7 included eight parts of 
DUOPRIME® 70 mineral oil to one part SEPTON 4055. 


8:1 Average 


High Value 


Percent Elongation 2000 
PSI at Failure 250 
Percent oil bleed 0.41 


2030 
275 


Example 8 




[0425] The material of Example 8 included eight parts of 
DUOPRIME® 90 mineral oil to one part SEPTON 4055. 


8:1 Average 


High Value 


Percent Elongation 2090 
PSI at Failure 306 
Percent oil bleed 0.35 


2125 
311 


Example 9 




[0426] The material of Example 9 included eight parts of 
DUOPRIME® 200 mineral oil to one part SEPTON 4055. 


8:1 Average 


High Value 


Percent Elongation 1970 
PSI at Failure 200 
Percent oil bleed 0.20 


2040 
228 



Example 10 

[0427] The material of Example 10 included eight parts of 
DUOPRIME® 350 mineral oil to one part SEPTON 4055. 



